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Amendments to the Claims 
A detailed list of all claims under examination is shown below. Please cancel claim 2 
without prejudice and amend claims 1, 3-20 and 36 as shown below in marked forai: 

I . (currently amended): A coated substrato floor comprising a strippable intermediate 
coating atop the subctrate floor and a strip agent pcnnoablo mixed two-part curable overcoat 
adhered to the intermediate coating, wherein afto- the overcoat is cured or hardened the dried 
overcoat is less strippable and more wear-resistant than the #ied intermediate coating and 
sufficiently strin agent permeable so that when the overcoat is subjected to the action of a 
suitable strip agent the overcoat and intemiediate coating can be stripp ed without damaging 
the floor. 

Claim 2 cancelled. 

3. (currently amended): A coated subatrnto floor a ccording to olaimS claim 1, wherein 
the gubstrat e floor comprises a resilient flooring material. 

4. (cuirently amended): A coated substrate floor according to claim 3, wherein the 
substrat e resilient flooring material comprises a vinyl vinyl or vinyl composite ^ flooring . 

5. (currently amended): A coated substrat e floor according to claim 1 claim 4, wherein 
the MiliRtmtn cnmprinen q t i toII, coiling, labol, emblem, fiign or vobiolo resilient flooring 
material comprises vinvl composite tiles. 

6. (currently amended): A coated substrat e floor according to claim 1, wherein the 
intermediate coating comprises a metal-catalyzed acf^ic. 
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7. (currently amended): A coated substrato floor according to claim 1, wherein the 
intermediate coating has a strippability rating of 6 or more on a 7 point scale, corresponding to 
at least partial strip with softened coating in all areas, using a test strip agent made using a 
25% water solution of a concaatrate that contained 59% softened water, 6% sodium xylene 
sulfonate, 4.5% potassium hydroxide, 10% monoethanolamine, 0.2% tetrasodium EDTA, 
10% ethylene glycol phenyl ether and 0.05% fluorosurfactant, and a 10 minute standing time. 

8. (currently amended): A coated substrate floor according to claim 1, wherein the 
intermediate coating has a dry coating thickness of about 2.5 to about 75 micrometers. 

9. (cunenfly amended): A coated aabstrate floor according to claim 1 , wherein the 
overcoat comprises an emulsion^ suspension or dispersion. 

10. (currently amended): A coated subatratc floor according to claim 1, wherein the 
overcoat is radiation curable. 

1 1 . (currently amended): A coated aubotrate floor according to claim 1, wherein the 
overcoat is thermally curable. 

12. (currently amended): A coated w bstrate floor according to claim 1, wherein the 
overcoat comprises an acrylate, urediane or aoylated urethane. 

13. (currently amended): A coated substrat e floor according to claim 12, wherein tiie 
overcoat comprises an aromatic urethane. 

14. (currently amended): A coated substra te floor according to claim 12, wherein the 
overcoat coniprises an aliphatic polyester urethane. 

1 5 . (currently amended): A coated s ubstrat e floor according to claim 1 , wherein the 
overcoat is not motal crooQlink e d metal-catalvzed . 
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1 6. (currently amended): A coated subotrato floor according to claim 1 , wherein after 
curing or hardcnuig the di4ed overcoat has a strippability rating of 4 or less on a 7 point scale, 
corresponding to no more than severe chemical attack on the overcoat and the onset of 
stripping, using a test strip agent made using a 25% water solution of a concentrate that 
contained 59% softened water, 6% sodium xylene sulfonate, 4.5% potassium hydroxide, 10% 
monoethanolamine, 0.2% tetrasodium EDTA, 10% ethylene glycol phenyl ether and 0.05% 
flnorosurfactant, and a 30 minute standing time. 

17. (currently amended): A coated substrat e floor accordmg to claim 1, wherein the Aied 
overcoat has a thickness after drying or hardening of about 2.5 to about 75 micrometers. 

1 8. (currently amended): A coated oubatrat e floor according to claim 1 , wherein the 
overcoat comprises two or more difiTer^t layers of materials. 

19. (cunently amended): A coated substca te jloor according to claim 1, wherein the 
Bubstrato oomprises a floor comprises a resilient flooring material and the overcoat is UV 
curable. 

20. (currently amended): A strippable laminate finish kit, comprising one or more 
containers of a strippable intennediate coatings and a Dtrip og e nt - p e im e abl e two-part curable 
overcoat and directions for applying the intermediate coating to a floor and th e overcoat to the 
intermediate coating, wherein after the overcoat is applied to the intermediate coating and 
cured or hardened, the &ied overcoat adheres to ttie intermediate coating an d coating, is less 
strippable and more woarrosiatont wear-resistant than the dried intermediate coating and is 
sufficientlv stri^ agent ocimeable so th at when the overcoat is subjected to the action of a 
suitable strip agent the overcoat and intermediate coating can b e stripped wi'tfimit HarYiapimp 
the floor . 

2L (original): A strippable lamuiate finish kit accordmg to claim 20, fiirther comprising a 
strip agent. 
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22. (previously presented): A strippable laminate finish kit according to claim 20, wherein 
the overcoat comprises a photopolymerizable material. 

23. (previously presented): A strippable laminate finish kit according to claim 20, wherein 
the overcoat comprises a tfaermaUy curable material. 

24. (original): A strippable laminate finish kit according to claim 20, wherein the overcoat 
comprises an acry4ate, methane or acrylated urethane. 

25. (original): A strippable laminate finish kit according to claim 20^ wherein the overcoat 
comprises an aromatic urethane. 

26. (original): A strippable laminate finish kit according to claim 20, wherein the overcoat 
comprises an aliphatic polyester urethane. 

27. (original): A strippable laminate finish kit according to claim 20, wherein: 

a) the intemiediate coating has a strippability rating of 6 or more on a 7 point scale, 
corresponding to at least partial strip with softened coating in all areas, and 

b) the overcoat has a strippability rating of 4 or less on a 7 point scale, corresponding to 
no more than severe chemical attack on the overcoat and the onset of stripping, 

using a test strip agent made using a 25% water solution of a concentrate that contained 
59% softened water, 6% sodium xylene sulfonate, 4.5% potassium hydroxide, 10% 
monoethanolamine^ 0.2% tetrasodium EDTA, 10% ethylene glycol phenyl ether and 
0.05% fluorosuifactant, and a 10 minute standing time. 

Claims 28-35 cancelled. 

36. (currently amended): A coated s ubstrate floor according to claim 1, wherein the overcoat 
courses a urethane. 

37, (previously presented): A strippable laminate finish kit according to claim 20, wherein the 
overcoat comprises a methane. 
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